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PRIORITY APPLN. INFO: DE 1987-3726293 19870807 

INT. PATENT CLASSIF.: C08L063-00; C09K003-10; E04F015-14 

BASIC ABSTRACT: 

DE 3726293 A UPAB: 19930923 

Pointing compsn. for cobbled pavement or paving slabs consists of a mixt . 
of an emulsifiable epoxide resin (I) as binder with quartz and (II) as 
filler. 

The mixt. pref. consists of 5 (wt.) pts . (II) and 1 pt . (I). Its 
colour is suited to the requirements by using (II) of an approp. colour. 
(I) is mixed with a (modified) polyaminoamide hardener (III) with water, 
pref. using ca. 1.4% (I), 15.0% (III) and 83.6% (II) with 0.2-0.8 mm round 
grains . 

ADVANTAGE - The compsns. gives effective and durable joints. 
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(§j) FugenverguBmasse fur mit Kopfsteinpfl aster oder Bodenplatten verlegten Flachen 

Die Erfmdung betrrfft eine FugenverguSmasse fur mit 
Kopfsteinpflaster oder Bodenplatten verlegten Flachen und 
ist gekennzeichnet durch eine Mischung eines emulgierba- 
ren Epoxidharzes als Bindemittel mit Quarzsand als FQIIstoff. 
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1 vonSGewichmeilenQuarzsandmitlGewichUteaEp- 
Oder Bodenplatten veriegten ^^ff^ 5 zemulsion kan» « « Jffinoamid-Harter. 

farblich abgestimmtist folgt eine Verfesugung. ^f e ^^von«-20° C ' die 

4 FueenverguBmasse nach Ansprucb nmeebungstemperatur, beispielsweise von w. 

™ 15,0 Gewictoprozent modiltamtem Polyium jAm^b-KUW 

7 . FugenverguBmasse nach einem^ me = ^""^T GewichtsproZ ent Quarzsand Rundkorn 
zeichnet, daB erne iipoxiaiiiu gemischt 

re Mischung vorliegt 

Beschreibung 40 

Die Erfindung betrifft eine FugenverguBnw^e fur 
mhKophSpffasteroder Bodenplatten veriegten Fto- 

Ch B^ber wurden die Jff ~35ffzE££ * 
nflastern oder Bodenplatten nut Sana oaer ~~" . . 

der Verfutlung mit Sand f e F ugen ^ ^ 
ausgeblasen romit ein hohes so 

denplatten veriegten Flachen wirKsam u« 
V ^S^nten A^e^ e^Fugen- 

letrten Flachen vorgeschlagen, welche geKeimzeu. 
Sfitach eine Mischung eines «nu£ertaren Epox,d 

SiSesabBiiuJenuttelmitOj^^^^ 
Als besonders hervorragend hat sich erne miscuu.. b 



